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Descripti n 

BACKGROUND OF THE INVENTION. 

The present invention relates to nonwoven fabrics and, more particularly, to a nonwoven composite 
material which comprises meltblown fabric layer of thermoplastic polymeric microfibers sandwiched 
between two prebonded reinforcing fabric layers of thermoplastic polymeric filaments, the three layers 
being continuously-bonded together to form a fabric material. 

A wide range of nonwoven fabric laminates that incorporate meltblown materials are known Such 
fabrics have been produced using a variety of lamination procedures. 

U.S. Patent No. 4,374,888 to Bornslaeger discloses a class of such laminates that are useful as 
recreational fabrics. U.S. Patent No. 4,436,780 to Hotchkiss et al. discloses a meltblown-containing laminate 
or use as a wiper. U.S. Patent No. 4,196,245 to Kitson et al. discloses a composite material having at least 
two meltblown fabric layers that is said to be useful a surgical gowns, surgical drapes, and the like The 
Bornslaeger, Hotchkiss et al., and Kiston et al. fabrics are produced by point-bonding processes 

U S. Patent No. 4,041 ,203 to Brock et al. discloses a nonwoven fabric-like material that comprises a 
meltblown fabric and a web of substantially continuous and randomly deposited molecularly oriented 
filaments of a thermoplastic polymer. The web is not prebonded and thus has no integrity of its' own until it 
is bonded to the meltblown fabric. The fabric and the web are point-bonded together to obtain a material 
that .s said to have desirable strength characteristics and to possess a textile-like appearance, drape, and 

U S. Patent No. 3,795,571 to Prentice discloses a nonwoven fabric laminate comprising a meltblown 
microfiber mat that has high strip tensile strength, bonded to at least one other mat that has high tear 
resistance. The laminate can be formed by point-bonding or by adhesive bonding. 

U.S. Patent No. 4.508.113 to Malaney discloses five-ply disposable drapes that incorporate meltblown 
material. U.S. Patent No. 4.555.811 to Shimalla discloses a nonwoven meltblown containing laminate 
structure useful as an operating room gown. The Malaney and Shimalla laminates are made on a heated 
embossing calendar. 

SUMMARY OF THE INVENTION 

It is an object of the present invention to provide a nonwoven composite material which contains a 
minimal amount of loose fibers. 

It is another object of the present invention to provide a nonwoven composite material that has qood 
abrasion resistance. 

It is another object of the present invention to provide a continuously-bonded nonwoven composite 
material that has comparable tear resistance to discretely bonded nonwoven composites 

It is another object of the present invention to provide a continuously-bonded nonwoven composite 
material that has comparable softness or stiffness to point-bonded nonwoven composites. 

It is another object of the present invention to provide a nonwoven composite material in which the fiber 
materials, nonwoven web types and basis weights of the reinforcing web layers can be manipulated to 
enable the formation of a nonwoven composite material that possesses the particular properties desired 

A further object of the present invention is to provide a nonwoven composite material which is capable 
ot being used as a sterilization wrap in the medical field. 

It is a further object of the invention to provide a material for use as a sterilization wrap that will permit 
penetration of a sterilant such as steam while impeding the passage of bacteria and other contaminants 

It is a further object of the invention to provide a material for use as a sterilization wrap that is 
hydrophobic and also minimizes the penetration of liquids through the wrap. 

The present invention, as embodied and broadly described herein, overcomes the problems and 
disadvantages of the prior art and achieves the aforementioned objects in accordance with the purpose of 
the invention by providing a nonwoven composite material having a basis weight ranging from approxi- 
mately 3.39x10-* to 1.02x10- kg/m 2 (1-3 oz/yd 2 ) suitable for use as a sterilization wrap. The composite 
material comprises a layer of a meltblown fabric of thermoplastic polymeric microfibers having an average 
fiber diameter of up to 10 microns and a nominal basis weight ranging from 1.02x10" 2 to 2.03x1 0~ 2 kg/m 2 
0.3 to 0.6 oz/yd 2 ) and two prebonded reinforcing fabric layers of thermoplastic polymeric filaments selected 
from spunbonded. wetlaid and carded webs and having nominal basis weights that may be identical or 
different and range from 1.02x10- 2 to 6,78x1 0" 2 kg/m 2 (0.3 to 2.0 oz/yd 2 ). The meltblown fabric layer and 
the reinforcing fabric layers are positioned in juxtaposed surface-to-surface relationship, with the meltblown 
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fabric layer positioned between the reinforcing fabric layers. All of these layers are continuously-bonded 
together in a nip of double helical grooved rolls by the application of heat and pressure to form a composite 
material having areas of heavy bonding, areas of intermediate bonding and areas of light bonding. 

In a preferred embodiment of the present invention, the reinforcing fabric layers of thermoplastic 
5 polymeric filaments are spunbonded and both the meltblown fabric of thermoplastic polymeric microfibers 
and the reinforcing fabric layers of thermoplastic polymeric filaments are composed of polypropylene. 

The accompanying drawings, which are incorporated in and constitute a part of this specification, 
illustrate a preferred embodiment of the invention, and together with the description, serve to explain the 
principles of the invention. 

10 

BRIEF DESCRIPTION OF THE DRAWINGS 

Fig. 1 is a fragmentary perspective, illustrating the three layers of the nonwoven composite material of 
the present invention. 

75 Fig. 2 illustrates a pair of rolls that can be used to make the type of bonding pattern illustrated by Fig. 
3. 

Fig. 3 is an illustration of one type of pattern produced the continuous bonding process utilized to make 
the nonwoven composite material of the present invention. 

20 DETAILED DESCRIPTION OF THE PREFERRED EMBODIMENT. 

Reference will now be made in detail to the presently preferred embodiments of the invention, an 
example of which is illustrated in the accompanying drawings. 

In accordance with the present invention as illustrated in Fig. 1, a nonwoven composite material 10 is 

25 provided comprising meltblown fabric layer 12 of thermoplastic polymeric microfibers and two prebonded 
reinforcing fabric layers 14 and 16 each made of thermoplastic polymer filaments. 

The preferred thermoplastic polymeric microfibers used to form meltblown fabric layer 12 are poly- 
propylene, nylon 6, nylon 6,6, polybutytene terephthalate, polyethylene, polyethylene terephthalate, linear 
low density polyethylene, and copolymers, composites and blends thereof, the most preferred being 

30 polypropylene. Meltblown fabric layer can be prepared by known techniques such as the process described 
in U.S. patent No. 3,978,185 to Buntin et al. which is incorporated herein by reference in its entirety and 
Industrial and Engineering Chemistry , Vol. 48, No. 8 (1965), pp. 1342-1346. Briefly, the process involves 
extruding a fiber-forming thermoplastic polymer resin in molten form through orifices of a heated nozzle into 
a stream of hot gas to attenuate the molten resin as fibers which form a fiber stream, the fibers being 

35 collected on a receiver in the path of the fiber stream to form a nonwoven mat. 

Reinforcing fabric layers 14 and 16 made of the thermoplastic polymer filaments are preferably 
spunbonded, wet laid or carded webs, and most preferably are spunbonded webs. Methods for producing 
spunbonded webs are disclosed in U.S. Patents Nos. 3,338,992 and 3,341 ,394 to Kinney ; U.S. Patent No. 
3,276.94 to Levy ; U.S. Patent No. 3,502,538 to Peterson ; US Patents Nos. 3,502,763 and 3,509,009 to 

40 Hartmann ; U.S. Patent No. 3,542,615 to Dobo et al. and U.S. Patent No. 3,692,618. The method generally 
involves continuously extruding a thermoplastic polymer through a spinneret to form discrete filaments. The 
filaments are drawn to achieve molecular orientation and tenacity. The continuous filaments are then 
deposited in a substantially random manner onto, for example, a carrier belt, to form a web of substantially 
continuous and randomly arranged, molecularly oriented filaments. Reinforcing fabric layers 14 and 16 of 

45 the invention are prebonded and thus have a structural integrity of their own. The preferred thermoplastic 
polymer filaments used to make reinforcing fabric layers 14 and 16 are polypropylene, nylon 6, nylon 6,6, 
polybutylene terephthalate, polyethylene, polyethylene terephthalate, linear low density polyethylene, and 
copolymers, composites and blends thereof, with the most preferred being polypropylene. 

In accordance with the invention, meltblown fabric layer 12 and reinforcing fabric layers 14 and 16 are 

50 positioned in juxtaposed surface-to-surface relationship, with meltblown fabric layer 12 positioned between 
reinforcing fabric layers 14 and 16. All three of these fabric layers are then continuously-bonded together by 
the application of heat and pressure to form composite material 10. 

In accordance with the invention as illustrated in Fig. 2, the nonwoven composite material of the 
invention is made by embossing the three-layered structure by passing it between a pair of rolls 20 and 22 

55 which are engraved with a pattern of lands 24 and grooves 26 in helical arrangement. The method that is 
used to produce the nonwoven composite material of the present invention is disclosed by U.S. Patent No. 
3.507.943. 
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In accordance with the invention as illustrated by Fig. 3, the nonwoven composite material 10 of the 
invention has areas of heavy bonding 30, areas of intermediate bonding 32, and areas of light bonding 34. 

ZTJL m f Pr ° dUCed 0n ,h0Se areas of nonwoven com P° sit e material 10 thai are 

contacted on one s.de by land 24 from upper roll 20 and on the other side by land 24 from lower roll 22 

IT . J ! n,ermed,at ! b0ndin9 32 are P roduced on nonwoven composite material 1 0 in those areas that are 

ESST? ^ T e "I ,* 9rOOV8 26 ,r ° m ° ne 0f either upper or lower ro,ls 2 0 and 22 and contacted by 
land 24 from the other of upper or lower rolls 20 and 22. Areas of light bonding 34 are produced in those 
areas that are contacted on each sidegroove 26 from both upper roll 20 and lower roll 22 

«. in /^i 0 ?,?^ 00688 U,i "' Zed 10 make the n ° nw0ven composi,e material of the P^sent invention results 
w m a material that has a continuous bonding pattern. The nonwoven composite material should contain a 
minimal number of loose , fibers. It is believed that this would be the case in part because of the continuous 
bonding pattern but predominantly because the spunbonded surface of the composite material is bonded 
tw.ce, once by the onginal prebonding step and again at thermal lamination to the meltblown fabric layer 

, s inZZl K PreS r nC ! °' ,OOSe . 1 ,ibers is Advantageous, particularly when the composite material of the 
rs invention is to be utilized as a sterilization wrap for medical items 

„„n e A h°',H SinCe the , Spl "! bonded reinforci "9 layers of the fabric of the present invention are bonded twice, 
once by the ong.nal prebond.ng step and again at the thermal lamination to the meltblown layer, this would 
be expected to prevent the presence of long filament strands that would tend to "fuzz-up" during use of the 

zo wo^d'be IxScS 35 ' 0 " reSiS<anCe tha1 iS SUP6ri0r t0 tha ' °' eith8r diSCrSte ° f C ° ntinU0US Hne bond Patt6rns 
In addition, unexpectedly good tear resistance is achieved by the nonwoven composite material of the 
invention^ Up to now nonwoven materials produced by continuous bonding processes have suffered from 
unfavorable tear resistance as compared to nonwovens produced by discrete bonding processes. Also it 

25 unfl^h,!? 6 ^ n ° nW0Ven C ° mp0Site materia,S COmposed of ^bonded layers would suffer from 

26 unfavorable tear resistance compared to non-prebonded nonwoven composites. (See Example 2). The tear 

ZSZZi ? COmP ,° S 6 matefial ° f the inVenti ° n h3vin9 a continuous bondin 9 P attem and having 
KSS! % VerS C ° mpared t0 * at ° f diSCretely bonded ' non-prebonded composites in 

« n « 1 f ? sur P risin 9'y show that the tear resistance of the material of the present invention is 
as good as that of comparable discretely bonded materials with non-prebonded reinforcing layers 
30 Comparable tear resistance is achieved by the nonwoven composite material of the present invention 
while ma.ntaming a "softness" or "stiffness" as measured by handle and drape that is at least comparable 
to that of similar prior art nonwovens produced by discrete bonding (See Example 1) 

An additional advantage of the present invention results from the reinforcing fabric layers being 

» S^? T k I therma ' ' amina,i0n St6P th3t r6SUl,S in ,he nonwoven com P° site material, ^bonded 
35 enforcement webs offer processing flexibilities in that the basis weights of the respective reinforcing fabric 

STJ?" ? man ' pulated in order 10 acnieve specific P^Perties for both the composite material and for 
each side thereof. Moreover, the flexibility of the process using prebonded webs allows for the use of 
different nonwoven technologies for producing the reinforcing fabrics, such as.wetlaying or carding as well 
as spunbond.ng. Furthermore, various combinations of different polymers can be selected for use in the 
40 rein forcing fabric layers to further manipulate end-fabric properties of the nonwoven composite material 

r-n^J^ T° e , With , a particularly preferred embodiment of the present invention, the nonwoven 
composite matenal .s utilized as a sterilization wrap for surgical instruments and other health care supplies 
Fabrics useful for these purposes must permit penetration of a sterilant, must be capable of impeding the 
passage of bacteria and other contaminants to a hig degree, and also should be fluid repellent The 
45 nonwoven composite material of the present invention satisfies these criteria 

n °T Ven C ° mposite material of the invention is useful as a sterilization wrap for sterile gloves. 

2 K„? ' nStr r entS and P3CkS - " C0U ' d 3180 be USed for sur 9 ical caps ' 9owns. surgical table 
and Mayo stand covers, isolation gowns, scrub apparel and industrial garments and fabrics, and the like 

The following examples further illustrate advantageous features of the present invention. 

50 

Example 1 

nrZZi S K am K leS , ^ C ° mP ° Site mat6rial ° f th8 presen1 invention were spared. The samples were 
prepared by bonding one sheet of meltblown fabric made from Polyweb (R) polypropylene between two 
sheets of spunbonded fabric made from Celestra (R) polypropylene. The three layers were bonded together 

Sin Pr p CeSS , rf 08 ?? In US - Pat6nt N °- 3 ' 507,943 utili2in 9 a P air °» helically arranged heated rolls as 
snown in Fig. 2. The roll were maintained at temperatures ranging between 1 42.7- -145 5 'C (289 • -294 -F) 
The matenal was fed between the rolls at a speed ranging between 7.6 to 16.72 m/min. 25-55 ft./min and 
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the pressure exerted by the rolts was 1 2.74x1 0 3 kg/lineal m (714 lb/lineal in) for JR-1 and JR-2 and 
9.55x10 3 kg/lineal m (535 lb/lineal in) for JR-3 and JR-4. 

Measurements of tear resistance, handle and water impact penetration of the four continuously-bonded 
nonwoven composite material samples of the present invention were compared with two samples of 
conventional, discretely bonded material marketed by Kimberly-Clark under the trade name Kimguard (R) 
and believed to be covered by U.S. Patent No. 4,041,203 to Brock et al. 

Basis weights of the materials were determined in accordance with ASTM D-3776-85. Elmendorf tear 
strength was determined in accordance with ASTM D-1 424-83, which utilizes a falling pendulum to measure 
the force required to propagate a tongue-type tear in a material, starting from a cut in the material. Handle- 
O-Meter measurements were determined in accordance with TAPPI T-498 utilizing a Thwing-Albert Handle- 
O-Meter, Model 211-5. The Handle-O-Meter measures the force required to push a fabric specimen into a 
slot having parallel edges by means of a moving blade. Water impact penetration was determined in 
accordance with AATCC 42-1985, which utilizes a textile blotting paper to measure the amount of water 
sprayed onto a subject material that penetrates that material. 

The results, as presented in Table 1 , represent the average values for 30 samples and demonstrate that 
the composite material of the present invention has comparable tear resistance, as measured by Elmendorf 
tear strength, compared to that of the Kimguard material and also has comparable "softness" or "stiffness" 
as measured by handle and drape. This is the case, even though the composite material of the present 
invention is continuously-bonded and the prior art material is discretely bonded. 

TABLE 1 



Properties 


JR-1 


JR-2 


JR-3 


JR-4 


Kimguard Heavy Duty 


Kimguard Regular Duty 


Basis Wt. (oz./yd 2 ) 














- components 


S 
M 
S 


1.0 
.6 
1.0 


1.0 
.3 
.43 


.55 

.6 

.55 


.43 

.6 

.43 






- composite mat'1 


2.76 


1.80 


1.75 


1.52 


1.93 


1.26 


Elmendorf Tear (gr.) 














MD 


969 


492 


379 


218 


496 


263 


CD 


1486 


735 


453 


359 


542 


253 


Handle-O-Meter (gr.) 














MD 


170 


69 


54 


45 


76 


28 


CD 


97 


36 


36 


19 


56 


17 



25 



30 



35 



40 



MD = machine direction, CD = cross direction 

S = spunbonded layer, M = meltblown layer 1 oz/yd 2 = 3.39x1 0^ 2 kg/m 2 



45 Example 2 
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Three samples of composite material were prepared in the same manner as the samples in Example 1 . 
One of the samples, 14486-01, was prepared using spunbonded fabric of Celestra (R) polypropylene that 
had not been prebonded. The other two samples, 14486-02 and 14486-03, were prepared using Celestra 
(R) polypropylene fabric that had been prebonded at 6 % and 18 % bonded areas, respectively. The 
Celestra (R) was 3.39x1 0~ 2 kg/m 2 (1 .0 oz/yd 2 ) and the Polyweb (R) polypropylene meltblown fabric used to 
from the composite material was 2.034x1 0~ 2 kg/m 2 (0.6 oz/yd 2 ). 



55 


Composite bonding conditions 


temperature 


141 .1 * to 1 43.3 * C (286-290 • F) 






pressure 


11.15x10 3 kg/lineal m (625 pli = 


pounds per lineal inch) 






line speed 


4.57 to 6.09 m/min (15-20 fpm = 


feet per minute) 
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The trapezoid tearing load of each sample was determined in accordance with ASTM Method D1117 
Section 14 The trapezoid tear test is used to determine the tearing resistance of nonwoven fabrics which 

ZTsVJZ: b ° ndin9 lnter,0Ckin9 ° f ^ and fr ° m the ^ PropilS of To 

«J2 re ! U,tS ' r Semed 10 Tab,e 2 ' demonstrate th * ^e effect of prebonding the spunbonded 
re.nforc.ng layers of Celestra (R) is to decrease the tear strength of the resulting composite fabric Tne 
greater degree of prebonding in sample 14486-03 (18 % vs 6 % for 14486-02) results in even lower 
composite tear strength for 14486-03 than for 14486-02. 

TABLE 2 
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20 



25 



30 



35 





14486-01 unbonded 
Celestra (R) 
(3.1 oz/yd 2 ) 


14486-02 
Celestra (R) 
prebonded at 

6 % 
(2.9 oz/yd 2 ) 


14486-03 Celestra 
(R) prebonded at 18 
% (3.2 oz/yd 2 ) 


Trapezoid tear of composite fabric (1bs) 


MD 
CD 


' 24.5 
14.5 


14.9 
8.0 


12.6 
6.8 


MD - machine direction, CD = cross direction 1 oz/yd 2 = 3.39x10~ 2 kg/m 2 - 1 lb = 


0.4535 kg 



o«J , J 1 P resented in Tab '* 2 that prebonding the spunbonded reinforcing layers has the 
effect of reducing the tear strength of the composite fabric. This is probably due to the greater degree of 
iber nunoMata, cause by prebonding. Immobilization of the fibers within a nonwoven structure results in 
tear stresses not being distributed throughout the fabric, and results in lower tear strength 

Similarly. it might be expected that the relatively high degree of fiber immobilization effected by the 

^Z°Z TT Q Pr0C6SS Uti ' iZed ,0 Pr ° dUCe the COmposite material of the P' ese " invention would 
IT™ h T $ . for ,. acorres P° ndin S ^crease in fabric tear strength. Instead, Example 1 illustrate that 
the combination of ut.hz.ng a continuous bond pattern with prebonded reinforcing layers results in a 
surpns.ngly h.gh tear resistance of the resulting composite material, comparable to that of commercial 
products ut.hz.ng non-prebonded reinforcing layers and a discrete bonding pattern. It is postulated that this 
f f continuous bond pattern acts to inhibit and redirect tear lines rather than stopping 

Tnl 17 ? V ' , h f eSSeS the " effeCtive ' y diS,ributed throu 9 hout the structu ^ and the dimen 
s onal stab, hty real.zed by prebonding the reinforcing layers allows for the unexpectedly high fabric tear 
strength of the composite material. a 

Claims 
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A nonwoven composite material having a basis weight ranging from 3.39x10-* to 1.02x10"' kq/m* (1-3 
oz/yd'), suitable for use as a sterilization wrap, comprising : 

a layer (12) of a meltblown fabric of thermoplastic polymeric microfibers having an average fiber 
djmeter of up to 10 urn and a basis weight ranging from 1.02x10"* to 2.03x10"* kg/m* (0.3 to 0.6 

two prebonded reinforcing fabric layers (14, 16) of thermoplastic polymer filaments selected from 
spunbonded wetlajd and carded webs and having basis weights that may be identical or different and 
range from 1 .02x10"* to 6.78x1 0"* kg/m* (0.3 to 2.0 oz/yd*) ; 

wherein said meltblown fabric layer and said reinforcing fabric layers are positioned in juxtaposed 
surface-to-surface relationship, said meltblown fabric layer positioned between said reinforcing fabric 
layers, and wherein all of said layers are continuously-bonded together in a nip of double helical 
grooved rolls by the application of heat and pressure to form a composite material having areas of 
heavy bonding, areas of intermediate bonding and areas of light bonding. 

The nonwoven composite material of claim 1, wherein said thermoplastic polymeric microfibers used to 
form the meltblown fabric are selected from polypropylene, nylon 6, nylon 6,6, polybutylene terephthat- 
late polyethylene, polyethylene terephthalate, linear low density polyethylene, and copolymers com- 
posites and blends thereof. 
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3. The nonwoven composite material of claim 2, wherein said thermoplastic polymeric microfibers are 
polypropylene. 

4. The nonwoven composite material of claim 1, wherein said thermoplastic polymer filaments used to 
5 form the reinforcing fabric layers are selected from polypropylene, nylon 6, nylon 6,6, polybutylene 

terephthalate, polyethylene, polyethylene terephthalate, linear low density polyethylene, and 
copolymers, composites and blends thereof. 

5. The nonwoven composite material of claim 4, wherein said thermoplastic polymer filaments are 
10 polypropylene. 

6. The nonwoven composite material of claim 1, wherein said reinforcing fabric layers of thermoplastic 
polymer filaments are spunbonded. 

75 7. The nonwoven composite material of claim 6, wherein said thermoplastic polymer filaments used to 
make the reinforcing fabric layers have an average filament diameter greater than 12 urn. 

8. The nonwoven composite material of claim 7, wherein said filaments have an average filament diameter 
ranging between 12 and 55 um. 

20 

9. The nonwoven composite material of claim 6, wherein the ratio of the meltblown fabric layer to the 
spunbonded reinforcing fabric layers ranges from 0.075:1 to 1 :1 by weight. 

10. The nonwoven composite material of claim 9, wherein said ratio of meltblown layer to spunbonded 
25 layers ranges from 0.2:1 to 0.7:1. 

Pate ntansprii che 

1. Nicht gewebtes Verbundmaterial mit einem Grundgewicht zwischen 3,39x10~ 2 bis 1 ,02x1 0~ 1 kg/m 2 (1 
30 bis 3 oz/yd 2 ), geeignet fur die Verwendung als Sterilisationsumschlag, mit: 

einer Schicht (12) aus einem schmelzgeblasenen Textilmaterial aus thermoplastischen, polymeren 
Mikrofasern mit einem mittlere Faserdurchmesser von bis zu 10 um und einem Basisgewicht zwischen 
1 ,02x1 0" 2 bis 2,03x1 0~ 2 kg/m 2 (0,3 bis 0,6 oz/yd 2 ); 

zwei vorgebundene, verstarkende Textilschichten (14, 16) aus thermoplastischen, polymeren Filamen- 
35 ten, ausgewahlt aus spinngebundenen, naflgelegten und kardierten Bahnen mit Basisgewichten, die 
identisch oder unterschiedlich sein konnen und zwischen 1,02x10~ 2 bis 6,78x1 0~ 2 kg/m 2 (0,3 bis 2,0 
oz/yd 2 ) liegen; 

wobei die schmelzgeblasene Textilschicht und die verstarkende Textilschichten Oberflache auf Oberfla- 
che nebeneinanderliegend angeordnet sind, wobei die schmelzgeblasene Textilschicht zwischen den 
40 verstarkenden Textilschichten angeordnet ist, und wobei alle Schichten miteinander in einem Spalt von 
doppelten, schraubenformig genuteten Rollen durch die Anwendung von Warme und Druck durchge- 
hend verbunden sind, um ein Verbundmaterial mit Bereichen starker Bindung, Bereichen mittlerer 
Bindung und Bereichen leichter Bindung auszubilden. 

45 2. Nicht gewebtes Verbundmaterial nach Anspruch 1, wobei die zum Herstellen des schmelzgeblasenen 
Textilmaterials verwendeten thermoplastischen, polymeren Mikrofasern ausgewahlt wurden aus Poly- 
propylen, Nylon 6, Nylon 6,6, Polybutylentherephthalat, Polyethylen, Polyethylentherephthalat, lineares 
Polyethylen niedriger Dichte sowie Copolymere, Zusammensetzungen und Mischungen daraus. 

so 3. Nicht gewebtes Verbundmaterial nach Anspruch 2, wobei die thermoplastischen, polymeren Mikrofa- 
sern aus Polypropylen sind. 

4. Nicht gewebtes Verbundmaterial nach Anspruch 1, wobei die zum Herstellen der verstarkenden 
Textilschichten verwendeten thermoplastischen, polymeren Filamente ausgewahlt sind aus Polypropy- 
55 len, Nylon 6, Nylon 6,6, Polybutylentherephthalat, Polyethylen, Polyethylentherephthalat, lineares Poly- 
ethylen niedriger Dichte sowie Copolymere, Zusammensetzungen und Mischungen daraus. 
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5. Nicht gewebtes Verbundmaterial nach Anspruch 4, wobei die thermoplastischen, polymeren Filamente 
aus Polypropylen sind. 

1, wobei die verstarkenden Textilschichten aus 
thermoplastischen, polymeren Filamenten spinngebunden sind. 

7. Nicht gewebtes Verbundmaterial nach Anspruch 6, wobei die zum Herstellen der verstarkenden 
Textilschichten verwendeten thermoplastischen, polymeren Filamente einen mittleren Filamentdurch- 
messer von mehr als 12 urn aufweisen. 

8. Nicht gewebtes Verbundmaterial nach Anspruch' 7, wobei die Filamente einen mittleren Filamentdurch- 
messer zwischen 12 und 55 urn aufweisen. 

9. Nicht gewebtes Verbundmaterial nach Anspruch 6, wobei das Verhaltnis des Gewichtes der schmelzge- 
blasenen Textilschicht zum Gewicht der spinngebundenen, verstarkenden Textilschichten zwischen 
0,075:1 und 1:1 liegt. 

10. Nicht gewebtes Verbundmaterial nach Anspruch 9, wobei das Verhaltnis der schmelzgeblasenen 
Schicht zu den spinngebundenen Schichten zwischen 0,2:1 bis 0,7:1 liegt. 

Revendications 

1. Materiau composite non tisse ayant un grammage compris entre 3,39x102 et 1,02x10"' kg/m 2 (1-3 
oz/yd 2 ), convenant pour une utilisation comme enveloppe de sterilisation, comprenant • 

une couche (12) d'un tissu souffle a 1'etat fondu de microfibres polymeres thermoplastiques ayant 
un diametre de fibre moyen allant jusqu'a. 10 urn et un grammage allant de 1,02x10~ 2 a 2 03x10~ 2 
kg/m 2 (0,3 a 0,6 oz/yd 2 ); ' 

deux couches de tissu de renforcement precollees (14, 16) de filaments polymeres thermoplasti- 
ques selectionnes parmi des nappes de monofils continus desorientes, deposees a I'etat humide et 
cardees et ayant des grammages qui peuvent elre identiques ou differents et vont de 1 02x1 0" 2 & 
6,78x10- 2 kg/m 2 (0,3 a 2,0 oz/yd 2 ); 

dans lequel ladite couche de tissu souffle a I'etat fondu et lesdites couches de tissu de 
renforcement sont placees de facon juxtaposee, surface centre surface, la couche de tissu souffle a 
I etat fondu etant placee entre lesdites couches de tissu de renforcement, et dans lequel toutes ces 
couches sont collees en continu les unes aux autres dans le pincement entre des rouleaux doubles 
nervures helicoidaux par application de chaleur et de pression pour former un materiau composite 
ayant des zones de fort collage, des zones de collage intermediaire et des zones de faible collage. 

Mat6riau composite non tisse selon la revendication 1, dans lequel lesdites microfibres polymeres 
thermoplastiques utilisees pour preparer le tissu souffle a Tetat fondu sont selectionnees parmi le 
polypropylene, le nylon 6, le nylon 6,6. le terephtalate de polybutylene, le polyethylene, le terephtalate 
de polyethylene, un polyethylene lineaire basse densite et des copolymers, des composites et des 
melanges de ces produits. 

3. Materiau composite non tisse selon la revendication 2, dans lequel lesdites microfibres polymeres 
thermoplastiques sont constitutes de polypropylene. 

4. Materiau composite non tisse selon la revendication 1, dans lequel lesdits filaments polymeres 
thermoplastiques utilises pour preparer les couches de tissu de renforcement sont selectionnes parmi 
le polypropylene, le nylon 6, le nylon 6,6, le terephtalate de polybutylene, le polyethylene le 
terephtalate de polyethylene, un polyethylene lineaire basse densite et des copolymers, des composi- 
tes et des melanges de ces produits. 

5. Materiau composite non tisse selon la revendication 4, dans lequel lesdits filaments polymeres 
thermoplastiques sont constintes de polypropyl&ne. 

6. Materiau composite non tisse selon la revendication 1. dans lequel lesdites couches de tissu de 
renforcement en filaments polymeres thermoplastiques sont en monofils continus desorientes. 
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7. Mat6riau composite non tisse selon la revendication 6, dans lequel lesdits filaments polymeres 
thermoplastiques utilises pour preparer les couches de tissu de renforcement ont un diametre de 
filament moyen superieur a 12 urn. 

5 8. Materiau composite non tisse selon la revendication 7, dans lequel lesdits filaments ont un diametre de 
filament moyen compris entre 12 et 55 urn. 

9. Materiau composite non tisse selon la revendication 6, dans lequel le rapport de la couche de tissu 
souffle a I'etat fondu aux couches de tissu de renforcement en monofils continus desorientes va de 

70 0,075:1 a 1:1 en poids. 

10. Materiau composite non tisse selon la revendication 9, dans lequel ledit rapport de la couche soufflee a 
I'etat fondu aux couches en monofils continus desorientes, va de 0,2:1 a 0,7:1. 
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